172                             EXPERIMENTAL   SCIENCE.
Icept in place upon the coal or pumice stone by means of tacks forced in at points, where they will  be effectual in
FIG. 657.
Method of holding Work for soldering.
holding the work.    When tacks are unavailable, parts may l>e held by wire loops and stays (Fig. 657).
If part of the work has been already done, and it is de-
FIG. 658.
Work incased for soldering.
sired to unite several pieces, having parts which have been previously soldered, in close proximity, these parts may be held in any position, and at the same time the joints already small lumps of pumice stone and proceeding from one article to another in succession.
